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silk almost white. Keep sample 1 without further dyeing. Dye sample 2 in a fresh
bath with 2 per cent Formyl Blue B and 4 per cent acetic acid at the boil for one-half
hour. Dye sample 3 in the same manner with 2 per cent Brilliant Cochineal 2R. Dye
sample 4 with 1 per cent Acid Yellow and 1 per cent Acid Green. Dye sample 5 with
2 per cent Orange II. Dye sample 6 with 2 per cent Acid Magenta. Dye sample 7
with 2 per cent Cyanide Green, Dye sample 8 with 2 per cent Formyl Violet S4B.